94                        LA BORA TORY NOTES.
Rinse the beaker twice with a little hot water
Decant the liquid into the filter.
Allow the whole to drain into the beaker.
Wash the filter twice with water, and allow the
washings to drain into the beaker.    The solution and
washings should not measure more than. 75 c.c.
Remove the beaker and set it on the hot plate.
When the liquid boils, add, drop by drop, 6 c.c. of
a 10 per cent, solution of barium chloride.
;                             Place a clock-glass over the beaker and boil the
i                        contents briskly for a few minutes.
Place the beaker in a warm place to allow the
precipitate to settle.
Decant the liquid into a 12-5 cm. Swedish filter,
collecting the filtrate and washings in a clean beaker
of suitable size.
Pour about 100 c.c. of hot water and 2 c.c. of
hydrochloric acid into the beaker, and shake it so as
to mix the liquid and the precipitate.
Allow to settle in a warm place.
) I >                             Again decant into the filter.
Pour another 100 c.c. of water into the beaker, and
shake it so as to mix as before.
Drain the liquid and precipitate into the filter.
Wash several times with water.
Test   the   last  washings  with   acidulated   silver
nitrate solution (see p. 170).
Wash twice with water after all chlorides appear
to have been washed out.
Place the funnel, with filter-paper and contents, on
a filter dryer (Fig. 4, p. 14) ou a hot plate, and allow
to remain till dried.